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(57) Abstract: The invention includes methods of re- 




ducing grain sizes of materials, and methods of forming 
sputtering targets. The invention includes a method for 
producing a sputtering target material in which a metal- 
lic material is subjected lo plastic working at a process- 
ing percentage of at least 5 % and a processing rate of at 
least 100 %/sccond. In particular applications the metal- 
lic material comprises one or more of aluminum, copper 
and titanium. 
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titanium to plastic working while maintaining an a-phase or (a-p)-phase crystal structure 
thereof, and then dehydrogenating and heat-treating the titanium. However, a production 
method which includes hydrogenation and dehydrogenation treatments can be proSlematic 
from the industrial viewpoint. Consequently, it would be desirable to develop an alternative 
5 process for producing a titanium target material. 

Another method proposed for forming an improved target construction is set forth in 
Japanese Patent Application Laid-Open (KOKAI) No. 10-330928 (1998). Such proposes a 
sputtering target material made of an aluminum alloy and containing crystal grains having an 
average diameter of not more than 30^im. The target materia! is produced by subjecting a 

10 raw metal material to plastic working, and then rapidly heating the metal material to a re- 
crystallizable temperature. The rapid healing utilizes an average temperature increase ramp 
rate of 100°C/minutc. A difficulty with the production method of KOKAI No. 10-330928 is 
that it can require a special heating method to accomplish the rapid heating, with exemplary 
special heating methods including an infrared irradiation method, an electromagnetic 

15 induction heating method or an immersion method using either a salt bath or a bath of low- 
melting alloy such as solder. Thus, the production method can be difficult to incorporate 
cost-effectively into industrial processes. Accordingly, it would be desirable to develop 
alternative processes for producing aluminum target materials. 



20 SUMMARY OF THE INVENTION 

The invention encompasses methods of reducing grain sizes of materials, and in 

particular applications encompasses methods of reducing grain sizes of titanium-comprising 
materials, aluminum-comprising materials, and/or copper-comprising materials. The 
invention further encompasses methods of forming sputtering targets. In a particular 
25 embodiment, the invention encompasses a method for producing a sputtering target material 
in which a metallic material is subjected to plastic working at a processing percentage of at 
least 5 r /o utilizing a processing rate of at least 100% per second (i.e., 100%/second). In 
particular applications the metallic material comprises one or more of aluminum, copper and 
titanium. 



30 



BRIEF DESCRIPTION OF THE DRAWINGS 

Preferred embodiments of the invention are described below with reference to the 
following accompanying drawings. 
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Fig. 1 is a diagrammatic, cross-sectional vie w of an apparatus which can be utilized in 
a process encompassed by the present invention, and illustrates a raw material in the 
apparatus at a preliminary processing step. 

Fig. 2 is a view of the Fig. 1 apparatus and shows the material of Fig. 1 at a 
> processing step subsequent to that of Fig. 1. 

Fig. 3 is a exploded view of the Fig. 1 apparatus and material after the processing step 
of Fig. 2. 
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DETAILED DESCRIPTION OF THE PRFFF.BBFn EMBODIMENT* 

The present mvention can overcome at least some of the problems described above 
in the "BACKGROUND" section of this disclosure. Specifically, the present invention can 
prov.de an industrial.y useful process for producing materials with reduced grain sizes, and 
can be utilized. , for example, to form a sputtering target material that generates few 
-panicles" during film formation. In particular aspects, the invention comprises methods of 
forming targets which comprise one or more of aluminum, copper and titanium. 

In one aspect of the invention, it has been found that by appropriately controlling 
plast.c working conditions used for the production of a material, specifically a processing 
rate thereof, it is possible to reduce the size of crystal grains of the material. The reduction of 
. crystal grain size can improve sputtering properties of a sputtering target formed from the 
material relative to targets formed from materials having larger grain sizes. 

Aspects of the present invention are described in detail below. In particular 
described aspects, titanium is used as a raw material which is subjected to appropriate 
processing to reduce a grain size within the material. The titanium materials can include 
materials formed by melting sponge-like titanium with a vacuum mctallurev method or the 
l.ke. and then casting the melt into titanium ingots. In exemplary embodiments of the present 
mvention. titanium-comprising materials are utilized which comprise hich-purity titanium 
having a purity of 99.99 lo 99.99999 by weight (4N to 6N). or greater. The invention also 
comprises utilization of copper as a raw material, and in exemplary embodiments copper- 
compnsing materials are utilized which comprise high-purity copper having a purity of 99.99 
to 99.9999% by weight, or greater. Another aspect of the invention utilizes aluminum, or an 
alloy thereof, as a raw material, and in exemplary embodiments aluminum-comprising 
materials are utilized which comprise high-purity aluminum having a purity of 99.99 to 
99.9999% by weight, or greater. The aluminum-comprising materials can further comprise 
one more elements in addition to the aluminum, with said one or more elements including at 
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least one element selected from the group consisting of Si, Cu, Ti, Cr, Mn, Zr, Hf and rare 
earth elements (such as Sc, Y or Nd). The total amount of additional elements added to the 
aluminum of a target material is usually from 0.01% to 10% (by weight), and can be from 
0.03% to 3% (by weight). 
5 A process of the present invention can include plastic working of a material until a 

processing percentage of at least 5% is reached. The material can comprise one or more of 
titanium, aluminum and copper. The plastic working can be utilized to control the crystal 
orientation content of the processed material. As utilized herein, "plastic working" refers to 
processing which deforms a raw material. An exemplary plastic working process is rolling. 
10 A deformation percentage (percentage of reduction in thickness) of the raw material upon 
such a processing is called "processing percentage". In the present invention, the upper limit 
of the processing percentage is typically about 90%. A "processing rate" is a rate at which a 
material is deformed, and is expressed in terms of an amount of compression per unit time. 
For instance, a processing rale of 100%/second means that a material is compressed at a rate 
15 such that a compressing die would travel an entirety of the material's original thickness in 
one second; a rate of 500%/ second means that a material is compressed at a rate such that a 
compressing die would travel five-times the material's original thickness in one second; etc. 
In one aspect of the invention, a process for reducing a grain size of a metal-comprising raw 
material comprises subjecting the material to plastic working at a processing percentage of at 
20 least 5% while maintaining a processing rate of at least 100%/second. In other words, the 
processing rale utilized to obtain the processing percentage of at least 5% is at least 
100%/second. It is noted that a processing rate will typically slow during a plastic working 
process from an initial rapid rate to a rate of zero as the compressing die compresses, a 
material and subsequently comes to a rest on the compressed material. In preferred 
25 embodiments, ihe processing rale will remain equal lo or greater than 100%/second during at 
least a 5% compression of a worked material. 

An important feature of the present invention can be that it includes subjecting a 
material lo plastic working at high processing rales (i.e.. at processing rates of at least 
100%/second). Processing rates of the present invention can bo at least 500%/second. and in 
30 particular embodiments of the invention are at least 1 .000%/second. The upper limit of the 
processing rate is usually about 10,000%/second. In contrast to the processing rates of the 
present invention, the processing rates conventionally used for the plastic working arc low 
processing rates of less than 100%./second, such as, for example, about 20%/second. Thus, 
the present invention utilizes a higher processing rate than conventional methods. 
35 An apparatus 10 which can be utilized in methodology of ihe present invention is 

described with reference to Figs. 1-3. Referring to Fig. 1. apparatus 10 comprises a support 

: 4 ' ' 
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12 having a first die 14 thereon. A material 16 is provided on first die 14 for processing. 
Materia] 16 can comprise, for example, a high purity titanium, copper or aluminum ingot. A 
second die IS is provided above material 16, and configured to mate within first die 14. First 
die 14 can define a shape that material 16 is too be pressed into, such as, for example, a 
5 round sputtering target shape. A power source (not shown) can be connected to second die 
18 and utilized to press second die 18 into first die 16 at a desired processing rate. It is noted 
that the power source can be coupled to one or both of first die 14 and support 12, 
alternatively to, or in addition to, being coupled with first die 18. It is also noted that first die 
18 can be a heavy "hammer", formed of, for example, iron, which is elevated above first die 
14 and then subsequently dropped onto the first die. An exemplary hammer has a weight of 
about 4 tons. The rate of processing applied by such hammer can be controlled by 
controlling the height from which the hammer is dropped. 

Referring to Fig. 2. apparatus 10 is shown after second die 18 has compressed 
material 16 into first die 14. 
15 Referring to Fig. 3, apparatus 10 and material 16 are shown in an exploded view 

after the processing of Fig. 2 to illustrate material 16 separate from apparatus 10, and to show 
that material 16 has been compressed into a shape defined by first die 14. 

The use of the high processing rates of the present invention can provide several 
advantages, including that the high processing rates can enable the heat-treatment ordinarily 
20 required subsequent to the plastic working to be omitted. Instead, high processing rates of 
methods of the present invention can allow the plastic working itself to enable crystal grains 
of the obtained target material to be well-controlled in size (i.e., become finer). 

The present invention can be particularly useful for processing titanium. Titanium 
target materials produced by processes according to the present invention can have an 
25 average titanium crystal grain size of not more than 4 ^m. Titanium-comprising thin films 
obtained by sputter deposition from such targets can have reduced amounts of "particles" 
generated thereon relative to films formed by sputtering from conventionally produced 
targets. Exemplary targets produced by methods of the present invention, and exemplary 
films sputtered from such targets, are described in Examples below. 
30 Tne present invention can be also be particularly useful for processing aluminum and 

alloys of aluminum. Aluminum-comprising target materials produced by processes 
according to the present invention can have an average crystal grain size of not more than 
20um. Aluminum-comprising thin films obtained by sputter deposition from such targets can 
have reduced amounts of "panicles" generated thereon relative to films formed by sputtering 
35 from conventionally produced targets. Exemplary targets produced by methods of the . 
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present invention, and exemplary films sputtered from such targets, are described in 
Examples below. 

The above-described high-rate plastic working of the present invention is preferably 
repeated a plurality of times on a given processed material. More specifically, it can be 

5 preferred that the high-rate plastic working be repeated two or more times. The different 
plastic working steps can occur along the same axis dimensions of material as one another, or 
along different axis dimensions. It can be preferred that the different plastic working steps 
involve at least three separate steps, with a first step having pressure applied in a first axis 
direction of a material (e.g., an X-axis or Y-axis direction); a second step having pressure 

10 applied in a second axis direction of the material (the second axis direction can be 
perpendicular to the first axis direction); and a third step having pressure applied again along 
the first axis direction. 

In a particular example, a round rod-shaped raw material is used, and two or more 
high-rate plastic working processes are conducted to spread the round bar-shaped raw 

15 material (e.g., forging). Also, a low-rate plastic working is utilized to elongate the round rod- 
shaped raw material by applying a pressure thereto in the circumferential direction (plastic 
working similar to swaging). The low-rate plastic working step is interposed between two of 
the high-rate plastic working steps. The swaging-likc plastic working is typically conducted 
at low processing rates because it can be difficult to conduct such swaging-like plastic 

20 working at high-rate processing. 

The low-rate plastic working and the high-rate plastic working arc usually performed 
'by a hydraulic press method and a hammer press method, respectively. The hammer press 
method enables the processing rate to be readily controlled by changing a drop height of ,an 
iron hammer. The maximum number of repeated high-rate plastic working processes is not 

25 particularly restricted, and the high-rate plastic working is usually repeated three to five 
times. 

Subjecting a raw material to the above^described high-rate plastic working of the 
present invention can impart desired properties of a sputtering target to the material. The 
high-rate plastic working of a material is preferably conducted until a processing percentage 
30 of at least 5 r /c is reached, while the low-rate plastic working can be conducted at an optional 
processing percentage. 

A raw material can be heated by a spontaneous heat produced upon the plastic 
working during high-rate processing of the present invention. It can be preferred that a raw 
material comprising titanium be maintained at a temperature of not more than 400°C dunng 
35 the plastic working. When the temperature of the raw material is more than 400°C, the raw 
material can suffer from abrupt crystal growth, which can render it difficult to obtain fine 

6 
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crystal grains. It can also be preferred that a raw material comprising aluminum (such as, for 
example, a material comprising either pure aluminum, or an aluminum alloy) be maintained 
at a temperature of from about 50°C to about 450°C during the plastic working. When the 
temperature of an aluminum-comprising raw material is more than 450°C, the raw material 
5 can suffer from abrupt crystal growth, which can render it difficult to obtain fine crystal 
grains. 

A titanium-comprising target material produced by a process of the present invention 
can have an average crystal grain size of not more than 4^m, and preferably not more than 2 
jzm. A lower limit of the average crystal grain size of a titanium-comprising target material 

10 is usually 0.1 /im. In interpreting this disclosure and the claims that follow, the term 
"average grain size" refers to a mean grain size. Targets produced by methodology of the 
present invention will preferably have relatively tight distributions of grains sizes. In 
particular examples, the distribution will be such that at least 99% of the grains of a target 
will be within a factor of 10 of the mean grain size. 

15 An aluminum-comprising target material produced by a process of the present 

invention can have an average crystal grain size of not more than 20|im, and preferably not 
more than lO^tm. A lower limit of the average crystal grain size of an aluminum-comprising 
target material is usually 0. 1 jam. 
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The invention is illustrated by. but not limited to, the following examples. 

5 Titanium Processing Examples 

Examples 1-6 and comparative examples 1-5 (shown in Table 2) 
A round, rod-shaped titanium ingot having a diameter of 150 mm, a length of 150 
mm and a puru\ of 09.995% (by weight) is subjected to the plastic working steps (a) through 
(d) that arc described below in Table 1. The plastic working steps were continuously 
10 conducted three .time*. Subsequent to the plastic working, a further plastic working for 
spreading tlx; raw material (forging) was conducted at a processing rate of 20%/second, 
thcrern fi*rmin«: the raw material into an appropriate shape and obtaining a target material 
having a mat of 410 mm in diameter x 20 mm in length. 

15 TABLE 1 





l*rcxMin>applying 
direction 
< phenomenon ) 


Processing 
Percentage 


Processing 
Rate 

(%/sec.) 


Final Dimension 
(diameter mm x 
length) 


(a) 


( ircumlercntial direction 
i cl»»ncation) 


8.7 


20 


137x180 


(b) 


A vial direction 
i spread) 


44.4 


Speed described in 
Table 2 


184 x 100 




("ircumlercntial direction 
( elongation) 


25.5 


20 


137x180 


(d ) | Axial direction 
i i spread) 


44.4 


Speed described in 
Table 2 


184x100 



7 Ik- lt>» rate plastic working for elongation was conducted by a hydraulic press 
2(» metUxl jikJ ihe hi^h rate plastic working for spreading was conducted by a hammer press 
methtO iKjnnj it*- aho\c plastic working steps, the temperature of the raw material was 
maintained at jS-ui Vii C by the spontaneous heal. 



Measurement of Average Crystal Grain Size 
25 Alter r*4i\hmg the surface of the obtained target material by sandpaper, the target 

material *a^ euhed vs ith boiling nitric acid and then subjected to electrolytic polishing to 

finish the ^urtave of the target material into a mirror surface. Thereafter, the surface of the 

target material uas etched with boiling nitric acid to expose a grain boundary thereof. The 

exposed gram boundary was magnified 800 times by an optical microscope and 

S 
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photographed. From the obtained photograph, the average crystal grain size was measur, 
by a quadrature method. The results are shown in Table 2. 



Table 2 

5 



F* v ri m nlpr o n rl 

A->AU Ill\J All (J 

Comparative 
Examnles 


Processing 
Rate 

( /c/sccondj 


Average Crystal 
Grain Size 
(/txm) 


Number of 
"Particles" 


Comparative 
ExamDle 1 


10 


70.0 


72 


Comparative 
Example 2 


20 


39.4 


60 


Comparative 
Example 3 


45 


18.0 


47 


Comparative 
Example 4 


66 


9.7 


36 


Comparative 
Example 5 


88 


5.2 


8 


Example 1 


100 


3.4 


2 


Example 2 


500 


2.5 


2 


Example 3 


1,000 


2.0 


1 


Example 4 


2,000 


1.8 


1 


Example 5 


4,000 


1.6 


1 


Example 6 



6,000 


1.4 


1 



10 
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Determination of the Parlirlpc 

The targe, material was cut into a disc having a diameter of 250 mm and a thickness 
of 12 mm. The disc was placed in a sputtering device and sputtered under the following 
conditions: Power = 3 kW; Gas pressure = 10 mTorr; Gas ratio (Ar/N2) =1/1; and Film 
thickness = 50nm. The sputtering formed a TiN film on a 6-inch silicon wafer. After 
completion of the sputtering, the number of "panicles" in the thin film formed on the silicon 
wafer was measured using a laser-type particle counter (trade name: "SF-6420" 
manufactured by TENCOR Instruments Corp.). The number of "particles" having a diameter 
of at least 3 fim was measured with respect to 12 silicon wafers, and the average of the 
measured values was determined to be the number of "particles" per one silicon wafer. 
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Aluminum Processing Examples 
Examples 7-12 and comparative examples 6-10 (shown in Table 4) 

A round rod-shaped aluminum-alloy ingot composed of aluminum (a purity of 
99.999% by weight) with 0.5% by weight copper is used as a starting material. The ingot 

5 had a diameter of 150 mm and a length of 150 mm. The ingot was subjected to the plastic 
working steps (a) to (f) that are described below in Table 3. The plastic working steps were 
continuously conducted three times. Subsequent to the plastic working of steps (a) to (0, a 
further plastic working for spreading the raw material (forging) was conducted at a 
processing rate of 20%/second, thereby forming the raw material into an appropriate shape 

10 and obtaining a target material having a size of '410 mm in diameter x 20 mm in length. 



10 
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TABLE 3 





Pressure-applying 
direction 
(phenomenon) 


Processing 
Percentage 

(%) 


processing 
Rate 

(%/sec.) 


Final LMmcnsion 
(diameter mm x 
length) 


a) 


Circumferential 
direction (elongation) 


8.7 


20 


137x180 


b) 


Axial direction 
(spread) 


44.4 


Speed described 
in Table 2 


184 x 100 


c) 


Circumferential 
direction (elongation) 


25.5 


20 


137x180 


d) 


Axial direction 
(spread) 


44.4 


Speed described 
in Table 2 


184x100 


e) 


Circumferential 
direction (elongation) 


25.5 


20 


137x180 


0 


Axial direction 
(spread) 


44.4 


Speed described 
in Table 2 


184 x 100 



5 

The low-rate plastic working for elongation was conducted using a hydraulic press, 
and the high-rate plastic working for spreading was conducted using a hammer press. During 
the plastic working steps, the temperature of the raw material was maintained in the range of 
from 50°C to 450°C. For instance, the processing of Example 9 of Table 4 (processing speed 

10 of 1,000%/second), was conducted as follows: The temperatures immediately before and 
immediately after the working step (b) were maintained at 30°C and 100°C respectively; the 
temperatures immediately before the working step (d) (controlled by cooling) and that 
immediately after the working step (d) were maintained at 80°C and 150°C, respectively; and 
the temperatures immediately before the working step (f) (controlled by cooling) and that 

15 immediately after the working step (f) were maintained at 8()°C and 150°C, respectively. 

Measurement of Average Crystal Grain Size 
After polishing the surface of the obtained target material by a sandpaper, the target 
material was etched with an etching solution composed of HCl;HiN03:HP:H20 = 3:1:1:20 
20 (weight ratio) to expose a grain boundary thereof. The exposed grain boundary was 
magnified 800 times by an optical microscope and photographed. From the obtained 
photograph, the average crystal grain size was measured by a quadrature method. The results 
are shown in Table 4. 
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Determination of the Particles 

The target material was cut into a disc having a diameter of 250 mm and a thickness 
of 12 mm. The disc was placed in a sputtering device and sputtered under the following 

5 conditions: Power = 5 kW; Gas pressure = 3 mTorr; Sputtering gas = Ar (100%); and Film 
thickness = 50nm. The sputtering formed an Al-Cu alloy film (0.5%, by weight, Cu) on a 6- 
inch silicon wafer. After completion Of the sputtering, the number of "panicles" in the thin 
film formed on the silicon wafer was measured using a laser-type particle counter (SF- 
6420™ manufactured by TENCOR Instruments Corp.). The number of "particles" having a 

10 diameter of at least 0.2um was measured with respect to 12 silicon wafers, and the average of 
the measured values was determined to be the number of "particles" per one silicon wafer. ! 
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TABLE 4 



txamples and 
Comparative 
Examples 


Processing 
Rate 
(%/sec.) 


Average Crystal 
Grain Size 
(f»m) 


Number of 
"Particles" 


Comparative 
Example 6 


10 


200 


82.3 1 


Comparative 
Example 7 


13 


! 150 


65.5 ~j 


Comparative 
Example 8 


20 


100 


47.5 I 


Comparative 
Example 9 


27 


57 


33.4 1 


Comparative 
Example 10 


. 52 


30 


20.9 j 


Example 7 


100 | 


20 


5.6 1 


Example 8 


500 1 


10 


3.9 I 


Example 9 


1,000 i 


8 


3.2 j 


Example 10 


2,000 r 


6 


2.7 1 


Example 1 1 


4,000 j 


4 


1.5 j 


Example 12 
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WO 01/29279 PCT/US00/28454 

The invention described herein can provide an industrially useful process for 
producing target materials which are reduced in the number of "particles" generated during a 
film-forming process relative to conventionally-produced target materials. In particular 
embodiments of the invention, the target materials can comprise one or more of aluminum, 
5 titanium and copper. The invention can enable high throughput of materials by reducing 
processing steps. Specifically, a grain size of a target material can be reduced simultaneously 
with the shaping of the material into a target shape by utilizing a die that is appropriately 
configured to form a target shape during high-raie plastic working. The invention can also 
reduce material waste since a processed material can be formed into the shape of a target, and 

10 accordingly cutting and other material removing steps can be avoided in forming targets. 

In compliance with the statute, the invention has been described in language more or 
less specific as to structural and methodical features. It is to be understood, however, that the 
invention is not limited to the specific features shown and described, since the means herein 
disclosed comprise preferred forms of putting the invention into effect. The invention is, 

15 therefore, claimed in any of its forms or modifications within the proper scope of the 
appended claims appropriately interpreted in accordance with the doctrine of equivalents. 



SNSOOClD: <WO„ „0129279A 1 . 1 > 



14 



WO 01/29279 PCT/US00/28454 
CLAIMS 

1 . A method for reducing the grain size of a material, comprising: 

subjecting the material to plastic working at a processing rate of at least 
100%/second. 

5 

2. The method of claim 1 further comprising shaping the material into a sputtering 
target. 

3. The method of claim 2 wherein the shaping occurs during the plastic working. 

10 

4. The method of claim 1 wherein the plastic working further comprises a processing 
percentage of at least 5% while maintaining the processing rate of at least 100%/second. 

5. The method of claim 1 wherein the material comprises one or more of aluminum, 
15 copper and titanium. 

6. The method of claim 1 wherein the material comprises aluminum, and further 
comprises at least one element selected from the group consisting of Si, Cu, Ti, Cr, Mn, 
Zr, Hf and rare earth elements. 

20 

7. The method of claim 1 wherein the material has an average grain size after the 
plastic working of less than 4/im. 

8. The method of claim 1 wherein the processing rate is at least 500%/second. 

25 

9. The method of claim 1 wherein the processing rate is at least 1 ,000%/second. 
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10. The method of claim I wherein the processing rate is at least 1,000%/second, and 

further comprising a processing percentage of at least 5% while maintaining the 
processing rate of at least 100%/second. 

5 11. The method of claim 1 wherein the processing rate is at least 2.000%/second. 

12. The method of claim I wherein the processing rate is at least 4.000%/second. 

13. The method of claim I wherein the processing rate is at least 5,000%/sccond. 

10 

14. A method for producing a sputtering target material, comprising: 

subjecting a titanium-comprising material to plastic working at a processing 
percentage of at least 5% utilizing a processing rate of at least 100%/second. 

15 15. The method of claim 14 wherein the titanium-comprising material is shaped into a 

sputtering target shape during the plastic working. 

.". v 

10. The method of claim 14 wherein the plastic working is repeated a plurality of times. 

20 17. The method of claim 16 wherein said titanium-comprising material is maintained at 

a temperature of less than or equal to 400°C during the plastic working. 

15. The method of claim 17 wherein the sputtering target material has titanium grains; 
an average crystal grain si/.e of the titanium grains being not more than 4/zm. 

25 

19. The method of claim 14 wherein said titanium-comprising material is maintained at 

a temperature of not more than 40()°C during the plastic working. 
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20. The method of claim 19 wherein the sputtering target material has titanium grains; 

an average crystal grain size of the titanium grains being not more than 4/im. 



21. The method of claim 14 wherein the titanium-comprising material is at least 99.99% 
5 pure in titanium. 

22. The method of claim 14 wherein the titanium-comprising material is at least 
99.9999% pure in titanium. 

10 23. The method of claim 14 wherein the sputtering target material has titanium grains; 

an average crystal grain size of the titanium grains being not more than 4/xm. 

The method of claim 14 wherein the processing rate is at least 1,000%/second. 

The method of claim 14 wherein the processing rate is at least 2,000%</second. 

v 26. The method of claim 14 wherein the processing rate is at least 4,000%/second. 

27. The method of claim 14 wherein the processing rate is at least 5,000%/second. 

20 

28. The method of claim 14 wherein the processing rate is at least 6,000%/sccond. 

29. A method for producing a sputtering target material, comprising: 

subjecting an aluminum-comprising material to plastic working at a processing 
25 percentage of at least 5% utilizing a processing rate of at least 100%/second. 

30. The method of claim 29 wherein the aluminum-comprising material is shaped into a 
sputtering target shape during the plastic working. 

17 
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31. The method of clainn29 wherein the plastic working is repeated a plurality of times. 

32. The method of claim 31 wherein said aluminum-comprising material is maintained 
5 at a temperature of not more than 450°C during the plastic working. 

33. The method of claim 32 wherein the sputtering target material has aluminum grains; 
an average crystal grain size of the aluminum grains being not more than 20/*m. 

10 34. The method of claim 29 wherein said aluminum-comprising material is maintained 

at a temperature of not more than 450°C during the plastic working. 

35. The method of claim 34 wherein the sputtering target material has aluminum grains; 
an average crystal grain size of the aluminum grains being not more than 20/xm. 

15 

36. The method of claim 34 wherein the sputtering target material has aluminum grains; 
an average crystal grain size of the aluminum grains being not more than lO^m. 

37. The i/ethod of claim 34 wherein the sputtering target material has aluminum grains; 
20 an a vera^ crystal grain size of the aluminum grains being not more than 4/im. 

- *S. The method of claim 34 wherein the sputtering target material has aluminum grains; 

an average crystal grain size of the aluminum grains being not more than 2/zm. 

25 3 9. The method of claim 29 wherein the aluminum-comprising material is at least 

99.99% pure in aluminum. 
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40. The method of claim 29 wherein the alurrunum-cortiprising material is at least 
99.9999% pure in aluminum. 

41. The method of claim 29 wherein the aluminum-comprising material comprises at 

5 least one element selected from the group consisting of Si, Cu, Ti, Cr, Mn, Zr, Hf and rare 

earth elements. 

42. The method of claim 29 wherein the sputtering target material has aluminum grains; 
an average crystal grain size of the aluminum grains being not more than 20/zm. 

10 

43. The method of claim 29 wherein the sputtering target material has aluminum grains; 
an average crystal grain size of the aluminum grains being not more than lOjim. 

44. The method of claim 29 wherein the sputtering target material has aluminum grains; 
15 an average crystal grain size of the aluminum grains being not more than 4/im. 

\ 

45. The method of claim 29 wherein the sputtering target material hvis aluminum grains; 

i 

an average crystal grain size of the aluminum grains being not more th^n 2/xm. 

\ 

20 46. The method of claim 29 wherein the processing rate is at least l.OG^O^/second. 

47. The method of claim 29 wherein the processing rate is at least 2,000^ /second. , 

method of claim 29 wherein the processing rate is at least 4 ,000 7c /second. 

i 

method of claim 29 wherein the processing rate is at least 5,000%/second. 

50. The method of claim 29 wherein the processing rate is at least 6,000%/second. 

19 
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51. A method for producing a sputtering target material, comprising: 

subjecting a copper-comprising material to plastic working at a processing 
percentage of at least 5% utilizing a processing rate of at least 100%/second. 

5 

52. The meihixJ of claim 5 1 wherein the copper-comprising material is shaped into a 
sputtering urext shape during the plastic working. 

53 The methixJ of claim 5 1 wherein the plastic working is repeated a plurality of times. 

10 

54 Trie metluxJ of claim 5 i wherein the copper-comprising material is at least 99.99% 
pure in copfvr. 

55 Tfw rnetrnxJ of claim 5 1 wherein the copper-comprising material is at least 
15 pure in copper. 

v 50 1 rxr method of claim 5 I wherein the processing rate is at least L000%/second. 

57 I rv method of claim 51 wherein the processing rate is at least 2,000%/second. 

20 

5h 1 he method of claim 5 1 wherein the processing rate is at least 4,000^/sccond. 

S<> T rnetrnd i*l claim 51 wherein the processing rate is at least 5.000<7r/second. 

25 60. I i>c method ol claim 5 1 wherein the processing rate is at least 6,000%/second. 

61. A nutenal comprising aluminum grains, with an average crystal grain size of the 

aluminum grains being not more than 20/im. 

20 
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62. The material of claim 61 being in the shape of a sputtering target. 

63. The material of claim 61 being at least 99.9999% pure in aluminum. 

5 

64. The material of claim 61 comprising at least one element selected from the group 
consisting of Si, Cu, Ti, Cr, Mn, Zr, Hf and rare earth elements. 

65. The material of claim 61 wherein the average crystal grain size of the aluminum 
10 grains is not more than IQfim. 

66. The material of claim 61 wherein the average crystal grain size of the aluminum 
grains is not more than 4/xm. 

15 67. The material of claim 61 wherein the average crystal grain size of the aluminum 

grains is not more than 2^m. 

68. A material comprising titanium grains, with an average crystal grain size of the 
titanium grains being not more than 4/xm. 

20 

69. The material of claim 68 wherein the average crystal grain size of the titanium 
grains is not more than 2/xm. 

70. The material of claim 68 being in the shape of a sputtering target. 
25 . . 

71. The material of claim 6S being at least 99.99% pure in titanium. 

72. The material of claim 68 being at least 99.9999% pure in titanium. 

21 
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